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(g) Method of producing sustained-release preparation. 

@ A method of producing a sustained-release 
preparation which includes permitting a 
water-soluble polypeptide to permeate into a 
biodegradable matrix in the aqueous solution 
The production method of the present invention 
makes possible the permeation of a water- 
soluble polypeptide into a biodegradable matrix 
without bringing the water-soluble polypeptide 
into contact with an organic solvent. Hence the 

- water-soluble polypeptide is prepared without 
affecting the water-soluble polypeptide bioac- 
tivity and is thus effective for use as a phar- 
maceutical. 

< 

O 
CM 
O 

CO 
CO 



Ql 
LU 



Jouve. 18. cue Saint-Denis, 75001 PARIS 



BNSOOC1Q <EP 0633020A1J_> 



1 



EP 0 633 020 A1 



2 



FIELD OF THE INVENTION 

The pr sent invention relates to a sustained-re- 
lease preparation comprising a water-soluble poly- 
peptide penetrated in a biodegradable matrix. 5 

BACKGROUND OF THE INVENTION 

Proteins, also referred to as polypeptides, are 
known to exhibit various pharmacologic actions in io 
vivo. Thanks to advances in genetic engineering and 
cell engineering technologies, some have been pro- 
duced in large amounts for pharmaceutical applica- 
tion using organisms such as Escherichia coli 
yeasts, animal cells and hamsters. Such protein phar- is 
maceuticals include interferons (alpha, beta, gam- 
ma), interleukin 2, erythropoietin and granulocyte col- 
ony-stimulating factor (G-CSF). These proteins, how- 
ever, since they have generally a short biological half- 
life, must be administered frequently, posing the sig- 20 
mficant physical burden of injection on patients. To 
solve this problem, various attempts have been made 
to develop sustained-release preparations. Since 
proteins represented by cytokines must be adminis- 
tered with great care while monitoring their therapeut- 25 
re effect, there is a need for development of injectable 
sustained-release preparations, particularly micro- 
capsular sustained-release preparations, that have a 
release duration of about 1 to 2 weeks. It is generally 
known, however, that proteins undergo denaturation 30 
and lose their bioactivity upon exposure to heat, or- 
ganic solvents, strong shearing force etc. For exam- 
ple, an aqueous solution of a protein can rapidly lose 
its bioactivity when heated at 60°C for 20 minutes. 
Bioactivity of a protein can decrease upon heating, 35 
even at a lower temperature of 50°C for about 1 hour. 
Similarly, protein bioactivity is known to decrease in 
the presence of an organic solvent such as ethanol or 
dichloromethane. 

WO93/06872 discloses a technology for prepar- 40 
mg a pharmaceutical preparation comprising porous 
particles of a biodegradable polymer allowing osteo- 
genic proteins to be released over an extended period 
of time; an osteogenic protein and autologous blood 
aggregate. In this technology, the active ingredient 45 
osteogenic protein is adsorbed to the particles just 
before administration, and autologous blood is added 
to form, an aggregate, to control release. Sustained- 
release duration is about several weeks. This method 
is not commonly usable because it involves the use so 
of autologous blood. 

In the Journal of Controlled Release, Vol. 23, p. 
157 (1 993), A. Supersaxo et at. describe a technology 
in which a porous microsphere is prepared using a 
biodegradable polymer, after which it is permeated 55 
with a macromolecule, is permitted to permeate 
therein to incorporate it in the microsphere without 
bnnging the macromolecule into contact with an or- 



ganic solvent. Specifically, since the polylactic acid 
used is hydrophobic. 50% ethanol (an organic sol- 
vent) is first used to wet the microsphere. The ethanol 
•s then replaced with water and then with a solution 
of a macromolecul . 

Japanese Patent Unexamined Publication No 
32559/1993 (EP-A 473268) discloses a method of 
producing a pharmaceutical composition by dissolv- 
ing pharmaceutical composition components and a 
btoactive substance in an organic solvent or uniformly 
dispersing pharmaceutical composition components 
and a bioactive substance in an organic solvent or 
aqueous medium, and then drying the solution or dis- 
persion. 

Although various attempts have been made to 
produce sustained-release preparations retaining the 
b IO act«vity of proteins etc., as stated above, no satis- 
factory sustained-release preparations have been 
obtained as to efficiency of drug permeation into ma- 
trix, suppression of initial drug burst, constant long- 
term drug release etc. 

SUMMARY OF THE INVENTION 

Accordingly, the present invention relates to: 

(1) a method of producing a sustained-release 
preparation which comprises permitting a water- 
soluble polypeptide to permeate into a biodegrad- 
able matrix in an aqueous solution, 

(2) the method according to (1) above, wherein 
the biodegradable matrix is produced by mixing 
a biodegradable polymer and a water-soluble 
metal salt of an aliphatic carboxylic acid, 

(3) the method according to (2) above, wherein 
the aliphatic carboxylic acid is an aliphatic mono- 
carboxylic acid, 

(4) the method according to (2) above, wherein 
the water-soluble metal salt is a polyvalent metal 
salt, 

(5) the method according to (1) above, compris- 
ing the step of drying the biodegradable matrix 
afterthe water-soluble polypeptide has aqueous- 
ly permeated into the biodegradable matrix, 

(6) the method according to (5) abov&; wherein 
drying is f reeze-drying, 

(7) the method according to (1) above, wherein 
the water-soluble polypeptide is a cytokine, 

(8) the method according to (7) above, wherein 
the cytokine is an interferon, 

(9) the method according to (1) above, wherein 
the biodegradable matrix is in a fine particle form, 

(10) the method according to (1) above, wherein 
the biodegradable matrix is produced from a bio- 
degradable polymer, 

(11) the method according to (1 0) above, wherein 
the biodegradable polymer is an aliphatic poly- 
ester, 

(12) the method according to (11) above, wherein 
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the aliphatic polyester is a copolymer derived 
from an a-hydroxycarboxylic acid. 

(13) the method according to (12) above, wherein 
the copolymer is a lactic acid-glycolic acid copo- 
lymer, 

(14) a sustained-release preparation which is 
produced by permitting a water-soluble polypep- 
tide to permeate into a biodegradable matrix, 

(15) the sustained-release preparation which is 
produced by mixing a biodegradable polymer and 10 
a water-soluble metal salt of an aliphatic carbox- 

ylic acid, and permitting a water-soluble polypep- 
tide to permeate into the resulting biodegradable 
matrix, and 

(16) a sustained-release preparation according to 15 
(14) above, wherein the preparation is for injec- 
tion. 

The water-soluble polypeptide in the present in- 
vention preferably has a molecular weight of about 
200 to 50,000, more preferably about 5,000 to 40,000. 20 

Any water-soluble polypeptide is acceptable, as 
long as it acts as a hormone and is secreted internally 
in to the blood stream. Such water-soluble polypep- 
tides include cytokines, hematopoietic factors, 
growth factors and enzymes. 25 

Examples of cytokines include lymphokines and 
monokines. Examples of lymphokines include inter- 
ferons (alpha, beta, gamma) and interleukins (IL-2 
through IL-12). Examples of monokines include an in- 
terleukin (IL-1) and tumor necrosis factors. 30 

Hematopoietic factors include erythropoietin, 
granulocyte colony-stimulating factor (G-CSF), mac- 
rophage colony-stimulating factor (M-CSF), thrombo- 
poietin, platelet growth-stimulating factor and mega- 
karyocyte potentiator. 35 

Examples of growth factors include basic or acid- 
ic fibroblast growth factors (FGF), members of the 
family thereof (e.g., FGF-9) (Molecular and Cellular 
Biology, Vol.13, No. 7, p.4251 (1993)), nerve cell 
growth factor (IMGF) or members of the family thereof, 40 
insulin-like growth factors (e.g., IGF-1, IGF-2), and 
bone growth factor (BMP) or members'of the family 
thereof. 

Examples of enzymes include superoxide dismu- 
tase (SOD) and tissue plasminogen activator (TPA). 45 

In addition to the above substances, growth hor- 
mone, insulin, natriuretic peptide, gastrin, prolactin, 
adrenocorticotropic hormone (ACTH), thyroid-stimu- 
lating hormone (TSH), luteinizing hormone (LH), fol- 
licle-stimulating hormone (FSH), human chorionic 50 
gonadotropin (HCG), motilin. kallikrein. Reg protein 
which is related to regeneration of pancreas (Japa- 
nese Patent Examined Publication No. 132388/1989 
FEBS Letters, Vol. 272. p.85 (1990)) etc. can beused 
as the water-soluble polypeptide of the present inven- 55 
tion. 

The water-soluble polypeptide may be naturally 
derived or produced by gene recombination. 



The water-soluble polypeptide is not limited to 
the above-described water-soluble polypeptides 
Specifically, the water-soluble polypeptide may have 
a sugar chain or not. and may have a number of sugar 
chains of different structures. The water-soluble 
polypeptide may also be a mutant, derivative (agon- 
istic or antagonistic) or fragment of the above- 
described water-soluble polypeptide. 

The water-soluble polypeptide is preferably a cy- 
tokine. The cytokine is exemplified by lymphokines 
and monokines. Examples of lymphokines include in- 
terferons (alpha, beta, gamma) and interleukins (IL- 
2 through IL-12). Examples of monokines include an 
interleukin (IL-1) and tumor necrosis factor. 

The water-soluble polypeptide is more preferably 
a lymphokine. Examples of lymphokines include in- 
terferons (alpha, beta, gamma) and interleukins (IL- 
2 through IL-12). 

The water-soluble polypeptide is particularly pre- 
ferably an interferon (alpha, beta, gamma). 

In the present invention, the biodegradable ma- 
trix is preferably in a fine particle form. The biode- 
gradable matrix may be of any particle size, as long 
as it passes through ordinary injection needles for or- 
dinary subcutaneous or intramuscular injection spe- 
cifically about 0.1 to 300 urn, preferably about 1 to 
150 urn, and more preferably about 2 to 100 urn. 

A biodegradable matrix is produced from, for ex- 
ample, a biodegradable polymer, by a per se known 
method. The biodegradable matrix is preferably pro- 
duced by mixing a biodegradable polymer and a wa- 
ter-soluble metal salt of an aliphatic carboxylic acid 
Methods which can be used for this purpose include 
the in-water drying method, phase separation meth- 
od and spray drying method described below, and 
modifications thereof. 

(i) In-water drying method (w/o/w method) 

Water or an aqueous solution containing a water- 
soluble component is used as an internal aqueous 
phase. The water-soluble component is exemplified 
by inorganic salts (e.g., sodium chloride, sodium hy- 
drogen phosphate, disodium hydrogen phosphate), 
sugars (e.g., mannitol. glucose, inulin), organic salts 
(e.g., sodium carbonate, magnesium carbonate, am- 
monium acetate) and amino acids (e.g., glycine, argi- 
nine. histidine). The water-soluble component con- 
centration in the aqueous solution is, for example 
about 0.1 to 10% (w/v), preferably about 0.5 to 5% 
(w/v). When the water-soluble component is sodium 
chloride, in particular, it is preferable to use 0.9% (w/v) 
physiological saline, for instance. Calcium carbonate 
etc., in place of the above-described water-soluble 
component, may be dispersed in the internal aqueous 
phase. Preferably, an aqueous solution containing a 
water-soluble metal salt of an aliphatic carboxylicacid 
is used as the internal aqueous phase. The concen- 
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tration of the metal salt in th aqueous solution is nor- 
mally about 10 to 90% (w/v), preferably about 20 to 
80% (w/v), depending on the solubility of the metal 
salt 

Water or an aqu ous solution containing a water- 5 
soluble component as described above is emulsified 
and dispersed in an organic solvent solution of a bio- 
degradable polymer or copolymer synthesized from 
cc-hydroxycarboxylic acid to yield a w/o emulsion. Al- 
though the biodegradable polymer concentration in 10 
the organic solvent solution varies depending on the 
molecular weight of the biodegradable polymer and 
the kind of organic solvent, it is selected over the 
range from about 0.01 to 90% (w/w), preferably about 
0.1 to 80% (w/w), and more preferably about 1 to 70% 15 
(w/w). 

The ratio of the water or aqueous solution con- 
taining the water-soluble component and the organic 
solvent solution of the biodegradable polymer is nor- 
mally 1 : 1 000 to 1 :1 (v/v). preferably 1 :1 00 to 1 :5 (v/v), 20 
and more preferably 1 :50 to 1:5 (v/v). This emulsif ica- 
tion is achieved by known methods of dispersion us- 
ing a turbine type mechanical stirrer, homogenizer 
etc. 

The w/o emulsion thus prepared is added to an- 25 
other aqueous phase (external aqueous phase) to 
form a w/o/w emulsion, followed by evaporation of the 
solvent in the oil phase, to yield a biodegradable ma- 
trix. The oil phase solvent is evaporated by stirring us- 
ing, for example, a turbine type mechanical stirrer. 30 
The volume of the aqueous phase is chosen over the 
range normally from about 1 to 10,000 times, prefer- 
ably from about 2 to 5.000 times, and more preferably 
from about 5 to 2,000 times, the volume of the oil 
phase. 

35 

An emulsifier may be added to the external aqu- 
eous phase. The emulsifier may be any one, as long 
as it is capable of forming a stable o/w emulsion. Ex- 
amples of such emulsifiers include anionic surfac- 
tants, nonionic surfactants, polyoxyethylene castor 40 
oil derivatives, polyvinylpyrrolidone, polyvinyl alco- 
hol, carboxymethyl cellulose, lecithin, gelatin and hy- 
aluronic acid. These may be used singly or in combin- 
ation. The concentration of the emulsifier used may 
be chosen as appropriate over the range normally 45 
from about 0.001 to 20% (w/w), preferably from about 
0.01 to 10% (w/w), and more preferably from about 
0.05 to .5% (w/w). When calcium carbonate, in place 
of the water-soluble component, is dispersed in the in- 
t rnal aqueous phase, the calcium carbonate is drs- so 
solved by adding dilute hydrochloric acid to the exter- 
nal aqueous phase. 

The external aqueous phase may be supple- 
mented with a water-soluble metal salt of an aliphatic 
carboxylic acid, whether or not identical to the metal 55 
salt of an aliphatic carboxylic acid used in the internal 
aqueous phase. In this case, it is preferable to add the 
metal salt of an aliphatic carboxylic acid so that its 



concentration in the external aqueous phase is about 
0.01 to 20% (w/w), more preferably about 0.1 to 10% 
(w/w). By changing the concentration of the metal salt 
of an aliphatic carboxylic add in the external aqueous 
phase, elution of the metal salt of an aliphatic carbox- 
ylic acid from the biodegradable matrix can also be 
controlled. 

The biodegradable matrix thus obtained is col- 
lected by centrifugation or filtration, after which it is 
repeatedly washed with distilled water in several cy- 
cles to remove the emulsifier etc. adhering to the ma- 
trix surface, is again dispersed in distilled water etc 
and then freeze-dried. 

The surface of the obtained biodegradable matrix 
is not smooth, having pores of various sizes, some of 
which reach the inside of the biodegradable matrix 
The ratio by volume of these pores in the biodegrad- 
able matrix (porosity) can be determined by, for ex- 
ample, the compressive mercury injection method or 
the BET method. Porosity varies depending on inter- 
nal aqueous phase components, concentrations 
thereof, ratio of internal aqueous phase solution and 
organic solvent solution of biodegradable polymer, ra- 
tio of external aqueous phase volume and oil phase 
volume, external aqueous phase temperature and 
other factors; different pore structures are seen in the 
biodegradable matrix. 

The content of water-soluble metal salt of an ali- 
phatic carboxylic acid in the biodegradable matrix is 
preferably about 0.01 to 10% (w/w), more preferably 
about 0.05 to 7% (w/w), and still more preferably 
about 0.1 to 5% (w/w), based on metal. The content 
of the water-soluble metal salt of an aliphatic carbox- 
ylic acid in the biodegradable matrix is determined on 
a basis metalic by atomic absorption and other meth- 
ods. 

(ii) In-water drying method (o/w method) 

In the present invention, a biodegradable matrix 
can also be produced without using an internal aqu- 
eous phase. In this method, a solution of a biodegrad- 
able polymer in an organic solvent is first prepared. 
In this operation, the biodegradable polymer concen- 
tration in the organic solvent solution varies depend- 
ing on the molecular weight of the biodegradable 
polymer, the kind of the organic solvent and other fac- 
tors, and is chosen over the range normally from 
about 0.01 to 90% (w/w), preferably from about 0.1 to 
80% (w/w), and more preferably from about 1 to 70% 
(w/w). 

Calcium carbonate may be added to, and dis- 
persed in, the organic solvent solution of the biode- 
gradable polymer. In this operation, the amount of cal- 
cium carbonate added is set so that the ratio by 
weight of calcium carbonate and biodegradable poly- 
mer is about 5: 1 to 1 : 1 00. preferably about 2: 1 to 1 : 1 0. 

Preferably, a water-soluble metal salt of an ali- 
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phatic carboxylic acid is added to and dispersed in the 
organic solvent solution of the biodegradable poly- 
mer. The metal salt of an aliphatic carboxylic acid is 
added in such amounts that the weight ratio of the 
metal salt of an aliphatic carboxylic acid to the biode- 
gradable polymer is about 5:1 to 1:100, preferably 
about 2:1 to 1:50, and more preferably about 11 to 
1:10. 

Next, the organic solvent solution thus prepared 
is added to an aqueous phase to form an o/w emul- 
sion using a turbine type mechanical stirrer or the 
like, followed by evaporation of the solvent in the oil 
phase, to yield a biodegradable matrix. The volume of 
the aqueous phase is chosen over the range normally 
from about 1 to 10,000 times, preferably from about 
2 to 5,000 times, and more preferably from about 5 to 
2,000 times, the volume of the oil phase. 

An emulsifier may be added to the external aqu- 
eous phase. The emulsifier may be any one, as long 
as it is capable of forming a stable o/w emulsion. Ex- 
amples of such emulsifiers include anionic surfac- 
tants, nonionic surfactants, polyoxyethylene castor 
oil derivatives, polyvinylpyrrolidone, polyvinyl alco- 
hol, carboxymethyl cellulose, lecithin, gelatin and hy- 
aluronic acid. These may be used singly or in combin- 
ation. The concentration of the emulsifier used may 
be chosen as appropriate over the range normally 
from about 0.001 to 20% (w/w), preferably from about 
0.01 to 10% (w/w), and more preferably from about 
0.05 to 5% (w/w). When calcium carbonate is added 
to, and dispersed in, the organic solvent solution of 
the biodegradable polymer, dilute hydrochloric acid is 
added to the external aqueous phase. 

The external aqueous phase may be supple- 
mented with a water-soluble metal salt of an aliphatic 
carboxylic acid, whether or not identical to the metal 
salt of an aliphatic carboxylic acid added to and dis- 
persed in the organic solvent solution of the biode- 
gradable polymer. In this case, it is preferable to add 
the metal salt of an aliphatic carboxylic acid so that its 
concentration in the external aqueous phase is about 
0.01 to 20% (w/w), more preferably about 0.1 to 10% 
(w/w). By changing the concentration of the metal salt 
of an aliphatic carboxylic acid in the external aqueous 
phase, elution of the metal salt of an aliphatic carbox- 
ylic acid from the biodegradable matrix can be con- 
trolled. 

Alternatively, a biodegradable matrix can be pro- 
duced by adding an organic solvent solution of a bio- 
degradable polymer to an external aqueous phase 
containing a water-soluble metal salt of an aliphatic 
carboxylic acid to form an o/w emulsion in the same 
manner as above. 

The biodegradable matrix thus obtained is col- 
lected by centrifugation or filtration, after which it is 
repeatedly washed with distilled water in several cy- 
cles to remove the emulsifier etc. adhering to the bio- 
degradable matrix surface, is again dispersed in dis- 



tilled water etc. and th n lyophilized. 

The content of water soluble metal salt of an ali- 
phatic carboxylic acid in the biodegradable matrix is 
preferably about 0.01 to 10% (w/w), more preferably 
s about 0.05 to 7% (w/w), and still more preferably 
about 0.1 to 5% (w/w). based on metal. 

(iii) Phase separation method (coacervation 
method) 

10 

In producing a biodegradable matrix by the phase 
separation method, a coacervating agent is added lit- 
tle by little to the above-described w/o emulsion or or- 
ganic solvent solution of a biodegradable polymer 

15 during stirring, to separate and solidify the biodegrad- 
able polymer. The coacervating agent is added in an 
amount by volume of about 0.01 to 1,000 times, pre- 
ferably about 0.05 to 500 times, and more preferably 
about 0.1 to 200 times, the volume of the w/o emul- 

20 sion or organic solvent solution of the biodegradable 
polymer. 

Any coacervating agent is acceptable, as long as 
it is a polymer, mineral oil or vegetable oil compound 
that is miscible in the solvent for the biodegradable 
25 polymer and that does not dissolve the polymer. Ex- 
amples of coacervating agents include silicon oil, se- 
same oil, soybean oil, corn oil, cotton seed oil, coco- 
nut oil, linseed oil, mineral oil, n-hexane and n-hep- 
tane. These may be used singly or in combination. 
30 The biodegradable matrix thus obtained is col- 

lected by filtration, after which it is repeatedly washed 
with heptane etc. to remove the coacervating agent. 
The biodegradable mat rix is then washed in the same 
manner as in the aqueous drying method and then 
35 lyophilized. 

Solvent removal can be achieved by known meth- 
ods, including the method in which the solvent is 
evaporated under normal or gradually reduced pres- 
sure during stirring using a propeller stirrer, magnetic 
40 stirrer or the like, and the method in which the solvent 
is evaporated while the degree of vacuum is adjusted 
using a rotary evaporator or the like. 

The content of the water-soluble metal salt of the 
aliphatic carboxylic acid in the biodegradable matrix 
45 is preferably about 0.01 to 10% (w/w). more prefer- 
ably about 0.05 to 7% (w/w), and still more preferably 
about 0.1 to 5% (w/w). based on metal. 

In production by the in-water drying method or 
coacervation method, an antiflocculant may be add- 
so ed to prevent particle flocculation. The antiflocculant 
is exemplified by water-soluble polysaccharides such 
as mannitol, lactose, glucose, starches (e.g., corn 
starch), hyaluronic acid or alkali metal salts thereof, 
proteins such as glycine, fibrin and collagen, and in- 
55 organic salts such as sodium chloride and sodium hy- 
drogen phosphate. 
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(iv) Spray drying method 



In producing a biodegradable matrix by the spray 
drymg method, (a) a w/o mulsion comprising water 
or an aqueous solution containing a water-solubl 
component and a biodegradable polymer or (b) an or- 
gans solvent solution of a biodegradable polymer are 
sprayed via a nozzle into the drying chamber of a 
spray drier to volatilize the organic solvent in the fine 
droplets in a very short time, to yield fine biodegrad- 
able capsules. The nozzle is exemplified by the dou- 
b e-flmd nozzle, pressure nozzle and rotary disc noz- 
zle. To prevent biodegradable matrix flocculation 
where desired, an aqueous solution of the above- 
described antiflocculant may be effectively sprayed 
via another nozzle while spraying (a) the w/o emul- 
sion comprising water or aqueous solution containing 
the water-soluble component and the biodegradable 
polymer or (b) the organic solvent solution of the bio- 
degradable polymer. The biodegradable matrix is pre- 
ferably produced by using a w/o emulsion comprising 
an aqueous solution containing a water-soluble metal 
salt of an aliphatic carboxylic acid and a biodegrad- 
able polymer or an organic solution of suspension of 
a biodegradable polymer containing a water-soluble 
metal salt of an aliphatic carboxylic acid. The biode- 
gradable matrix thus obtained may have the water 
and organic solvent removed at increased tempera- 
ture under reduced pressure when necessary. 

The amount of organic solvent remaining in the 
biodegradable matrix used for the present invention 
is normally less than about 1 ,000 ppm. preferably less 
than about 500 ppm. more preferably less than 250 
ppm and most preferably less than 100 ppm. 

The starting material for the biodegradable matrix 
in the present invention is preferably a biodegradable 
polymer. Examples of biodegradable polymers in- 
clude high molecular polymers insoluble or sparingly 
soluble in water, such as aliphatic polyesters (e g 
polymers, copolymers or mixtures thereof produced 
from one or more of a-hydroxycarboxylic acids such 
as glycolic acid, lactic acid, hydroxybutyric acid va- 
line acid and leucine acid, hydroxydicarboxylic acids 
such as malic acid, hydroxytricarboxylic acids such 
as citric acid and others), poly-a-cyanoacrylic acid 
esters and polyamino adds {e.g.. poly-y-benzyl-L- 
glutamic acid), and mixtures thereof. Here the type 
of polymerization may be random, block or graft 

The biodegradable polymer is preferably an ali- 
phatic polyester (e.g.. a polymer, copolymer or mix- 
ture thereof produced from one or more of a-hydrox- 
ycarboxylic acids such as glycolic acid, lactic acid and 
hydroxybutyric acid, hydroxydicarboxylic acids such 
as malic acid, hydroxytricarboxylic acids such as cit- 
ric acid, and others). 

Of the above-mentioned aliphatic polyesters 
polymers or copolymers synthesized from one or 
more of a-hydroxycarboxylic acids (e.g.. glycolicacid, 



™ ,h hydroxybutyric acid) are preferred 

from th viewpoint of reliable biodegradability and 
b.ocompatibility. More preferably, the aliphatic poly- 
ester is a copolymer synthesized from on or more a- 

Y r?T rbOXy " C 3CidS (e " 9 - a 1 **'* a *d, lactic 
acid hydroxybutyric acid). Still more preferably the 
aliphatic polyester is a copolymer (e.g.. glycolic acid- 
lactic acid copolymer) produced from two or more of 

w ZT^T^ addS (e g - 9lyco,ic acid - 'actic 
10 acid, hydroxybutyric acid). 

Also, the biodegradable polymer of the present 
invention is preferably one that allows water to pene- 
trate and enlarge the biodegradable matrix by swel- 
ling in the absence of ethanol and other organic sol- 
15 vents when produced by a known method and 
formed into a biodegradable matrix administrate us- 
ing an ordinary injection needle. 

Although the above-described a-hydroxycarbox- 
ylic acid may be of the D-. L- or D.L-conf iguration it 
20 ,s preferable that the ratio of the D-/L-conf iguration 
(moU) falls within the range from about 75/25 to 
25/75. More preferred is a hydroxycarboxylic acid 
wherein the ratio of the D-/L-conf iguration (mol%) 
rails w.thin the range from about 60/40 to 30/70 
25 Examples of copolymers of the above-described 

a-hydroxycarboxylic acid include copolymers of gly- 
colic acid with another a-hydroxy acid, the a-hydroxy 
acid being preferably lactic acid. 2-hydroxybutyric 
acid, valine acid or leucine acid. 

30 "^he a-hydroxycarboxylic acid copolymer is pre- 

ferably a lactic acidglycolic acid copolymer or a 2-hy- 
droxybutyric acid-glycolic acid copolymer 

More preferably, the a-hydroxycarboxylic acid 
copolymer is a lactic acid-glycolic acid copolymer 
35 With respect to the lactic acid-glycolic acid copo- 

lymer it is preferable that the content ratio (lactic 
acd/glycolic acid) be about 100/0 to 40/60, more pre- 
ferably about 90/10 to 45/55, and more preferably 
about 60/40 to 45/55. The weight-average molecular 
we.ght of the above-described glycolic acidlactic acid 
is preferably about 3,000 to 12.000. more preferably 
about 4.000 to 1 0.000. The rates of permeation of the 
water-soluble polypeptide into the biodegradable ma- 
trix produced using said copolymer, and of elimina- 
45 t.on of the biodegradable matrix after administration 
<n wvo are affected by the combination of content ra- 
tio and weight-average molecular weight. When the 
elimination period after administration (e.g.. subcuta- 
neous administration) in vivo is about 2 weeks, and 
so when there is no problem in water permeation into the 
biodegradable capsule, the combination of a content 
ratio (lactic acid/glycolic acid) of about 50/50 and a 
we.ght-average molecular weight of about 4.000 to 
9.000 preferably about 5.000 to 9.000. for example. 
55 may be mentioned. 

In the present invention, two lactic acid-glycolic 
acid copolymers of different compositions and 
weight-average molecular weights may be used in a 
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mixture of optional ratio. Such mixtures include a mix- 
ture of a lactic acidglycolic acid copolymer having a 
content ratio (lactic acid/glycolic acid) (mol%) of about 
75/25 and a weight-average molecular weight of 
about 6,000, and another lactic acid-glycolic acid co- 5 
polymer having a content ratio (lactic acid/glycolic 
acid) (mol%) of about 50/50 and a weight-average 
molecular weight of about 4,000. The mixing ratio by 
weight is preferably from about 25/75 to 75/25. 

Also, the dispersity of the lactic acid-glycolic acid 10 
copolymer (weight-average molecular weight/number- 
average molecular weight) is preferably about 1.2 to 
4.0. Greater preference is given to a copolymer 
wherein the dispersity is about 1.5 to 3.5. The present 
lactic acid-glycolic acid copolymer can be produced 15 
by a known process, such as the method described 
in Japanese Patent Unexamined Publication No. 
28521/1986. It is preferable that the copolymer be 
produced by catalyst-free dehydration polymerization 
condensation. 20 

With respect to the 2-hydroxybutyric acid-glycolic 
acid copolymer, it is preferable that glycolic acid ac- 
count for about 10 to 75 mol% and 2-hydroxybutyric 
acid for the remaining portion. More preferably, gly- 
colic acid accounts for about 20 to 75 mol%, still more 25 
preferably about 30 to 70 mol%. The 2-hydroxybutyric 
acid-glycolic acid copolymer has a weight-average 
molecular weight of about 2,000 to 20,000, preferably 
about 3,000 to 1 0,000, more preferably about 4.000 to 
8,000. The dispersity of the glycolic acid copolymer 30 
(weight-average molecular weight/number-average 
molecular weight) is preferably about 1.2 to 4.0. 
Greater preference is given to a copolymer wherein 
the dispersity is about 1.5 to 3.5. The present glycolic 
acid copolymer can be produced by a known process, 35 
such as that described in Japanese Patent Unexa- 
mined Publication No. 28521/1986 (process based on 
dehydration polymerization condensation in the ab- 
sence of catalyst or in the presence of an organic solid 
acid catalyst). It is preferable that the copolymer be 40 
produced by catalyst-free dehydration polymerization 
condensation. 

The above-described glycolic acid copolymer 
may be used in a mixture with polylactic acid. Al- 
though the polylactic acid may be of the D-configur- 45 
ation, L-configuration or a mixture thereof, it is prefer- 
able that the ratio of the D-/L-configuration (mol%) 
falls within the range from about 75/25 to 20/80. More 
preferred is a polylactic acid wherein the ratio of the 
D-/L-conf iguration (mol%) falls within the range from 50 
about 60/40 to 25/75, with greater preference given to 
a polylactic acid wherein the ratio of the D-/L-config- 
uration (mol%) falls within the range from about 55/45 
to 25/75. The polylactic acid preferably has a weight- 
average molecular weight of about 1.500 to 10.000. 55 
More preferred is a polylactic acid wherein the weight- 
average molecular weight falls within the range from 
about 2.000 to 8,000. with greater preference given to 



a polylactic acid wherein the weight-average mol c- 
ular weight falls within the range from about 3.000 to 
6.000. Also, the dispersity of the polylactic acid is pre- 
ferably about 1.-2 to 4.0. more preferably about 1.5 to 

3.5. 

For producing polylactic acid, two methods are 
known: ring-opening polymerization of lactide a di- 
nner of lactic acid, and dehydration polymerization 
condensation of lactic acid. For obtaining a polylactic 
acid of relatively low molecular weight for the present 
invention, direct dehydration polymerization conden- 
sation of lactic acid is preferred. This method is, for 
example, described in Japanese Patent Unexamined 
Publication No. 28521/1986. 

When a glycolic acid copolymer and polylactic 
acid are used in a mixture, their mixing ratio falls with- 
in the range from about 10/90 to 90/10 (% by weight) 
preferably from about 20/80 to 80/20, more preferably 
from about 30/70 to 70/30. 

In the present invention, the biodegradable poly- 
mer produced by catalyst-free dehydration polymeri- 
zation condensation usually has a terminal carboxyl 
group. 

A biodegradable polymer having a terminal car- 
boxyl group is a polymer in which the number-aver- 
age molecular weights by GPC determination and 
that by end-group determination almost agree. 

To quantitate terminal carboxyl groups, about 1 to 
3 g of the biodegradable polymer is dissolved in a 
mixed solvent of acetone (25 ml) and methanol (5 ml), 
and the solution is quickly titrated with a 0.05 N alco- 
holic solution of potassium hydroxide during stirring at 
room temperature with phenolphthalein as an indica- 
tor to determine the terminal carboxyl group content; 
the number-average molecular weight is calculated 
from the following equation: 

Number-average molecular weight by end-group 
determination = 20.000A/B 

where A is the weight mass (g) of the biode- 
gradable polymer, and B is the amount (ml) of the 0.05 
N alcoholic solution of potassium hydroxide added 
until the titration end point is reached. 

This value is hereinafter referred to as number- 
average molecular weight by end-group determina- 
tion. 

For example, in the case of a polymer having a 
terminal carboxyl group, and produced from one or 
more a-hydroxy acids by catalyst-free dehydration 
polymerization condensation, the number-average 
molecular weight by GPC determination and the num- 
ber-average molecular weight by end-group determi- 
nation almost agree with each other. On the other 
hand, in the case of a polymer having no terminal car- 
boxyl groups, and synth sized from a cyclic dimer by 
nng-opening polymerization using a catalyst, the 
number-average molecular weight by end-group de- 
termination is significantly higher than the number- 
average molecular weight by GPC determination. 
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This difference makes it possible to clearly differen- 
tiate a polymer having a terminal carboxyl group from 
a polymer having no terminal carboxyl group. 

While the number-average molecular weight by 
end-group d termination is an absolute value, the 5 
number-average molecular weight by GPC determi- 
nation is a relative value, that varies depending on va- 
rious analytical conditions {e.g., kind of mobile phase, 
kind of column, reference substance, slice width 
chosen, baseline chosen etc.); it is therefore difficult 10 
to have an absolute numerical representation of the 
latter. However, the fact that the number-average mo- 
lecular weight by GPC determination and the number- 
average molecular weight by end-group determina- 
tion almost agree with each other means that the 15 
number-average molecular weight by end-group de- 
termination falls within the range from about 0.5 to 2 
times, preferably from about 0.8 to 1.5 times, the 
number-average molecular weight by GPC determi- 
nation. Also, the fact that the number-average molec- 20 
ular weight by end-group determination is significant- 
ly higher than the number-average molecular weight 
by GPC determination means that the number-aver- 
age molecular weight by end-group determination is 
over about 2 times of the number-average molecular 25 
weight by GPC determination. 

In the present invention, preference is given to a 
polymer wherein the number-average molecular 
weight by GPC determination and the number-aver- 
age molecular weight by end-group determination al- 30 
most agree with each other. 

In the present specif ication, weight-average mo- 
lecular weight and number-average molecular weight 
are those based on polystyrene obtained by gel per- 
meation chromatography (GPC) with 9 polystyrenes 35 
as reference substances with respective weight- 
average molecular weights of 120,000, 52 000 
22,000, 9,200, 5,050, 2,950, 1.050, 580 and 162.' 
Measurements were taken using a GPC column 
KF804Lx2 (produced by Showa Denko) and an Rl 40 
monitor L-3300 (produced by Hitachi, Ltd.) with 
chloroform as a mobile phase. 

The dispersity is calculated by the formula: 
(weight-average molecular weight/number-average 
molecular weight). 45 

The water-soluble metal salt of an aliphatic car- 
boxylic acid may be any one, without limitation, as 
long as.it is soluble in water and does not adversely 
affect the living body. 

The water-soluble metal salt of an aliphatic car- 50 
boxytic acid is preferably a metal salt of an aliphatic 
carboxylic acid whose water solubility at normal tem- 
perature (about 20°C) is over about 20 mg/ml. more 
preferably over about 100 mg/ml, and still more pre- 
ferably over about 200 mg/ml. 55 

With respect to the water-soluble metal salt of an 
aliphatic carboxylic acid, the an aliphatic carboxylic 
acid preferably has 2 to 9 carbon atoms. Aliphatic car- 



boxylic acids include aliphatic monocarboxylic acids 
aliphatic dicarboxylic acids and aliphatic tricarboxylic 
acids. These carboxylic acids may besaturat d or un- 
saturated. 

Examples of aliphatic monocarboxylic acids in- 
clude saturated aliphatic monocarboxylic acids hav- 
ing 2 to 9 carbon atoms (e.g., acetic acid, propionic 
acid, butyric acid, valeric acid, caproic acid, enanthic 
acid, caprylic acid, pelargonic acid, caprynic acid) 
and unsaturated aliphatic monocarboxylic acids hav- 
ing 2 to 9 carbon atoms (e.g., acrylic acid, propiolic 
acid, methacrylic acid, crotonic acid, isocrotonic 
acid). 

Examples of aliphatic dicarboxylic acids include 
saturated aliphatic dicarboxylic acids having 2 to 9 
carbon atoms (e.g., malonic acid, succinic acid, glu- 
tanc acid, adipic acid, pimelic acid) and unsaturated 
aliphatic dicarboxylic acids having 2 to 9 carbon 
atoms (e.g., maleic acid, f umaric acid, citraconic acid, 
mesaconic acid). 

Examples of aliphatic tricarboxylic acids include 
saturated aliphatic tricarboxylic acids having 2 to 9 
carbon atoms (e.g.. tricarballylic acid, 1 ,2,3-butane- 
tricarboxylic acid). 

These aliphatic carboxylic acids may have 1 or 2 
hydroxy! groups. Such aliphatic carboxylic acids in- 
clude glycolic acid, lactic acid, glyceric acid, tartronic 
acid, malic acid, tartaric acid and citric acid. 

The aliphatic carboxylic acid is preferably an ali- 
phatic monocarboxylic acid, more preferably a satu- 
rated aliphatic monocarboxylic acid having 2 to 9 car- 
bon atoms, and still more preferably a saturated ali- 
phatic monocarboxylic acid having 2 to 3 carbon 
atoms. Examples of particularly preferable aliphatic 
carboxylic acids include acetic acid. 

The metal salt in the water-soluble metal salt of 
an aliphatic carboxylic acid is exemplified by salts of 
monovalent metals such as alkali metals (e.g., so- 
dium, potassium) and copper (I) salts, and polyvalent 
metal salts such as salts of alkaline earth metals 
(e.g., calcium, magnesium), zinc (II) salt, iron (II III) 
salts, copper (II) salts, tin (II. IV) salts and aluminum 
(II. Ill) salts. 

The metal salt is preferably a polyvalent metal 
salt, more preferably a calcium salt or zinc salt. 

Examples of water-soluble metal salts of an ali- 
phatic carboxylic acid include sodium acetate, potas- 
sium acetate, calcium acetate, zinc acetate, sodium 
propionate, calcium propionate, sodium glycolate, 
zinc glycolate. sodium lactate, calcium lactate, zinc 
lactate, sodium tartrate, zinc tartrate and sodium cit- 
rate. More preferred water-soluble metal salts of ali- 
phatic carboxylic acid include calcium acetate and 
zinc acetate. 

A water-soluble metal salt of an aromatic carbox- 
ylic acid can be used in the same manner as a water- 
soluble metal salt of an aliphatic carboxylic acid. Ex- 
amples of the water-soluble metal salt of an aromatic 
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carboxylic add include sodium benzoate, zinc ben- 
zoate, sodium salycylate and zinc salycyfate. 

The solvent used in the oil phase for the above- 
mentioned methods is preferably an organic solvent 
that dissolves the biodegradable matrix and has a 5 
boiling point not higher than 120°C. Such solvents in- 
clude halogenated hydrocarbons (e.g.. dichlorome- 
thane, chloroform, carbon tetrachloride), alcohols 
(e.g., ethanol, methanol) and acetonitrile. These may 
be used singly or in combination. The organic solvent w 
is preferably dichloromethane or acetonitrile. 

The sustained-release preparation of the present 
invention can be produced by permitting a water- 
soluble polypeptide to permeate into a biodegradable 
matrix in an aqueous solution. The sustained-release is 
preparation (e.g., microcapsules) of the present in- 
vention can be produced by, for example, the follow- 
ing procedure. The sustained-release preparation 
thus produced is hereinafter also referred to as micro- 
capsules. 2Q 

1) An aqueous solution of a water-soluble poly- 
peptide is prepared. 

2) A biodegradable matrix is brought into contact 
with the aqueous solution of paragraph 1), which 

is permitted to permeate into the biodegradable 25 
matrix. 

3) Where necessary, the water-soluble polypep- 
tide which has not permeated the biodegradable 
matrix is separated from the biodegradable ma- 
trix (washing). 30 

4) The sustained-release preparation (e.g., mi- 
crocapsules), which is produced by permitting 
the water-soluble polypeptide to permeate into 
the biodegradable matrix, is dried. 

To the above-described aqueous solution of wa- 35 
ter-soluble polypeptide, salts injectable in vivo such 
as inorganic salts (e.g., sodium chloride, sodium 
monohydrogen phosphate), organic salts (e.g.. am- 
monium acetate) and amino acids (e.g.. glycine, argi- 
nine, histidine) may be added to increase water-solu- 40 
ble polypeptide solubility or to maintain water-soluble 
polypeptide bioactivity. 

These salts may be used in combination to obtain 
pH values near the drug's optimum. Although the aqu- 
eous solution is normally adjusted to neutral to weakly 45 
acidic pH, it may be adjusted to alkaline pH. The con- 
centration of these salts is adjusted so that the tonic- 
ity of the aqueous solution of the water-soluble poly- 
peptide is about 1/50 to 5 times, preferably about 1/25 
to 3 times, that of physiological saline. Surfactants 50 
such as Tween 80 may be added. The surfactant is 
used at concentrations of about 0.0001 to 0.2% (w/v), 
preferably about 0.001 to 0.1 % (w/v). 

Serum albumin may be added to the aqueous sol- 
ution of the water-soluble polypeptide. Such serum 55 
albumin addition increases the water-soluble poly- 
peptide solubility and allows retention of the water- 
soluble polypeptide's bioactivity. Serum albumin may 



be previously mixed with the water-soluble polypep- 
tide. The serum albumin added is preferably human 
serum albumin, and may be separated and purified 
from human bldod or may be produced by gene en- 
gineering techniques. The mixing ratio (by weight) of 
the water-soluble polypeptide and serum albumin is, 
for example, about 1:1.000 to 100:1, preferably about 
1:100 to 10:1. 

Although the water-soluble polypeptide concen- 
tration in the aqueous solution is not subject to limit- 
ation, it is preferable that the concentration be as high 
as possible below the water-soluble polypeptide sol- 
ubility for permeating the biodegradable matrix with 
the maximum possible amount of water-soluble poly- 
peptide per unit weight. This solubility varies depend- 
ing on salt concentration, temperature and the pres- 
ence or absence of additives. It is generally known 
that the water-soluble polypeptide release pattern of 
a sustained-release preparation varies depending on 
the concentration of the water-soluble polypeptide 
permeating the biodegradable matrix; water-soluble 
polypeptide concentrations are selected from this 
viewpoint as well. The water-soluble polypeptide con- 
centration is normally about 100 jig/ml to 500 mg/ml, 
preferably about 1 to 300 mg/ml. and more preferably 
about 1 to 100 mg/ml. 

In case the biodegradable matrix is produced by 
mixing a biodegradable polymer and a water-soluble 
metal salt of an aliphatic carboxylic acid, when the 
aqueous solution of a water-soluble polypeptide is 
permitted to permeate into the biodegradable matrix, 
although the pH of the aqueous solution of a water- 
soluble polypeptide varies depending on the kind of 
water-soluble metal salt of an aliphatic carboxylic acid 
contained in the biodegradable matrix, the isoelectric 
point of the water-soluble polypeptide and other fac- 
tors, it is preferably about 3 to 9, more preferably 
about 3 to 8. The pH can be adjusted as appropriate 
using an acid such as an inorganic acid (e.g., hydro- 
chloric acid) or an organic acid (e.g., acetic acid) or 
an alkali such as an alkali metal hydroxide (e.g., so- 
dium hydroxide). The amount of acid or alkali used for 
this purpose is chosen as appropriate according to 
the degree of ionization and the strength of the acid 
or alkali and desired pH. Preferable water-soluble 
metal salts of aliphatic carboxylic acid include sodium 
acetate, zinc acetate and calcium acetate, because 
they are capable of permeating a biodegradable ma- 
trix with an aqueous solution of a water-soluble poly- 
peptide at nearly neutral pH level. 

The permeation of a water-soluble polypeptide 
into a biodegradable matrix in an aqueous solution is 
achieved by, for example, mixing an aqueous solution 
of the water-soluble polypeptide with the biodegrad- 
able matrix. 

The order of mixing the coacervation of the wa- 
ter-soluble polypeptide and the biodegradable matrix 
is optional, as long as the water-soluble polypeptide's 
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b.oactivity is retained. For example, the biodegrad- 
able matrix may be imm rsed in the aqueous solution 
of the water-soluble polypeptide, or the aqueous sol- 
ution of the water-soluble polypeptide may be added 
to the biodegradable matrix. 

The mixing ratio of the aqueous solution of the 
water-soluble polypeptide and the biodegradable ma- 
trix is set so that the aqueous solution of the water- 
soluble polypeptide is used in excess to thoroughly 
permeate the biodegradable matrix with the aqueous 
solution of the water-soluble polypeptide. In other 
words, the mixture is prepared so that the entire bio- 
degradable matrix is immersed in the aqueous solu- 
tion of the water-soluble polypeptide. 

Although the ratio by weight of the aqueous sol- 
utran of the water-soluble polypeptide and the biode- 
gradable matrix cannot be definitely determined be- 
cause the biodegradable matrix is of variable porosi- 
ty, it is preferably about 1:10 to 20:1, more preferably 
about 1:5 to 10:1. It is common practice, however, to 
use a minimum necessary amount of the aqueous 
solution of the water-soluble polypeptide, to minimize 
loss of the precious water-soluble polypeptide, rather 
than to re-use the water-soluble polypeptide which 
has not permeated the biodegradable matrix The 
aqueous solution of the water-soluble polypeptide 
and the biodegradable matrix are normally mixed us- 
ing a vessel, preferably one showing little adsorption 
of water-soluble polypeptides, as exemplified by sili- 
conized glass. Also preferred are alloys (stainless 
steel and titanium alloy) that are surface-treated with- 
out spoiling the water-soluble polypeptide bioactivity. 

The mixing operation is achieved by, for example 
adding the biodegradable matrix to the aqueous sol- 
ution of the water-soluble polypeptide and keeping 
such standing, with or without gentle stirring such that 
the water-soluble polypeptide bioactivity is not lost 
Th.s operation may be performed under such vacuum 
pressure such that the aqueous solution of the water- 
soluble polypeptide is not excessively bubbled. This 
mixing operation is performed at temperatures at 
which water-soluble polypeptide bioactivity is not af- 
fected or the biodegradable polymer constituting the 
biodegradable matrix is not decomposed; normally at 
room temperature, preferably in a cold place. Specif- 
ically, the mixing temperature is about 1 to 30°C pre- 
ferably about 4 to 25°C. Duration of mixing ranges 
from several minutes to scores of hours preferably 
from several hours to scores of hours, depending on 
biodegradable matrix content, biodegradable poly- 
mer composition, molecular weight, temperature and 
other factors. Specifically, mixing is performed at 
about 4°C for about 10 to 100 hours, or at about 25°C 
for about 5 to 50 hours. This duration is optionally 
chos n. as long as the water-soluble polypeptide bio- 
activity is not lost and as long as the biodegradable 
polymer is not excessively hydrolyzed. In case the 
biodegradable matrix produced by mixing a biode- 



gradable polymer and a water-soluble metal salt of an 
aliphatic carboxylic acid is used, the duration of mix- 
ing can be shortened. Specifically, mixing is per- 
formed at about 4°C for about 0.5 to 24 hours or at 
5 about 25°C for about 0.5 to 5 hours. 

The mixing operation may be followed by wash- 
ing, as necessary. The washing operation removes 
the water-soluble polypeptide which has not perme- 
ated the biodegradable matrix. Various methods of 
io washing can be used, including those that do not de- 
stroy the biodegradable matrix and those in which the 
water-soluble polypeptide which has permeated the 
biodegradable matrix does not permeate out of the 
b.odegradable matrix, and retains its bioactivity For 
is example, a washing solution is added after comple- 
tion of the mixing operation, followed by centrifuga- 
t.on or filtration to separate the microcapsules from 
the washing solution, this process is repeated The 
washing solution for this operation is distilled water or 
20 an aqueous solution containing a salt (e.g.. sodium 
hydrogen phosphate, sodium chloride) or sugar (e g 
mannitol). The washing solution is preferably an aqu- 
eous solution containing mannitol. 

The microcapsules thus obtained are then dried 
25 Methods of drying include freeze drying and vacuum 
drying, Wl th preference given to freeze drying An an- 
t.flocculant may be added to prevent grain floccula- 
tion during the drying operation. The antif locculant is 
exemplified by water-soluble polysaccharides such 
30 as mannitol, lactose, glucose and starches (e.g. corn 
starch), mucopolysaccharides such as hyaluronic 
acid, proteins such as glycine, fibrin and collagen in- 
organic salts such as sodium chloride and sodium'hy- 
drogen phosphate, and phospholipids such as leci- 
35 thin. 

In the drying operation, the drying temperature is 
optional, as long as the water-soluble polypeptide 
bioactivity is not affected and the microcapsules are 
not destroyed. Preferably, the heating temperature 
40 exceeds the glass transition temperature of the bio- 
degradable polymer used, and causes no mutual ad- 
hes.on of microcapsule particles. Glass transition 
temperature is defined as the intermediate glass 
transition temperature (Tmg) obtained by heating at 
45 a rate of about 10 or 20°C per minute, using a differ- 
ential scanning calorimeter (DSC). Preferably, the 
heating temperature is higher by about 2 to 10°C than 
the glass transition temperature, specifically about 
25 to 60°C, preferably about 30 to 45°C. Heating time 
so is a range of hours, preferably within about 24 hours 
after the microcapsules have reached a given tem- 
perature, depending on the heating temperature 
amount of microcapsules to be treated and other fac- 
tors. Any method of heating can be used without lim- 
55 rtation. as long as the microcapsules are uniformly 
heated. Such methods include heating in a constant- 
temperature chamber, and microwave heating. This 
drymg operation makes it possible to suppress early 
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release after microcapsule administrati n to warm- 
blooded animals. 

In the pr sent invention, the water-soluble poly- 
peptide bioactivity is hardly affected during prepara- 
tion, since no organic solvents are used in permeat- 5 
ing the biodegradable matrix with the water-soluble 
polypeptide nor is excessive heating used. The or- 
ganic solvent mentioned herein is exemplified by ha- 
logenated hydrocarbons, alcohols, acetonitriles and 
glacial acetic acid. 10 

Using a water-soluble metal salt of an aliphatic 
carboxylic acid makes it possible to efficiently perme- 
ate a biodegradable matrix with a water-soluble poly- 
peptide. When used as an injection, the sustained-re- 
lease preparation of the present invention exhibits al- 15 
most constant sustained-release property over a long 
period of time, i.e., from about 1 week to 1 month. 

The water-soluble polypeptide content in the sus- 
tained-release preparation of the present invention is 
determined by separating and quantitating the water- 20 
soluble polypeptide contained in the microcapsules 
by chromatography, such as HPLC, or immunological 
assay, such as enzyme immunoassay, or by measur- 
ing the bioactivity of the separated water-soluble 
polypeptide when the sustained-release preparation 25 
is a microcapsule, for instance. The content ratio of 
the water-soluble polypeptide to the biodegradable 
polymer in the microcapsules is normally about 0.1 to 
30% (w/w), preferably about 1 to 20% (w/w). 

The sustained-release preparation of the present 30 
invention can be administered as microcapsules as 
such or in the form of various dosage forms of non- 
oral preparations (e.g., intramuscular, subcutaneous 
or visceral injections or indwellable preparations, nas- 
al, rectal or uterine transmucosal preparations) or oral 35 
preparations (e.g., capsules (such as hard capsules 
and soft capsules), or solid preparations such as 
granules and powders or liquid preparations such as 
suspensions). 

In the present invention, the sustained-release 40 
preparation is preferably used for injection. When the 
sustained-release preparation is a microcapsule, it 
can be prepared as an injectable preparation by, for 
example, suspending the microcapsules in water, 
along with a dispersing agent (e.g., surfactants such 45 
as Tween 80 and HCO-60, polysaccharides such as 
carboxymethyl cellulose, sodium alginate and sodium 
hyaluronate, and protamine sulfate, a preservative 
(e.g., methyl paraben. propyl paraben), an isotonizing 
agent (e.g., sodium chloride, mannitol, sorbitol, glu- 50 
cose), a local anesthetizing agent (e.g.. xylocaine hy- 
drochloride, chlorobutanol) etc., to yield an aqueous 
suspensions, or by dispersing it in a vegetable oil 
such as sesame oil or corn oil or middle-chain fatty 
acid triglyceride (e.g., Miglyol 812. Huls Aktiengesell- 55 
schaft) with or without a phospholipid such as lecithin, 
to yield an oily suspension. 

When the sustained-release preparation ismicro- 
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capsules, its particle size is chosen over the range 
from about 0.1 to 300 urn, for instance, as long as the 
requirements concerning the degree of dispersion 
and needle passage are met, when it is used as an in- 
jectable suspension. Preferably, the particle size falls 
within the range from about 1 to 150 urn, more pre- 
ferably from about 2 to 100 jim. 

The above-described microcapsule can be pre- 
pared as a sterile preparation without limitation by the 
method in which the entire production process is ster- 
ile, the method in which a gamma ray is used as a 
sterilant, and the method in which an antiseptic is 
added. 

With low toxicity, the sustained-release prepara- 
tion of the present invention can be safely used in 
mammals (e.g., humans, bovines, swines, dogs, cats, 
mice, rats, rabbits). 

Indications for the sustained-release preparation 
of the present invention varies according to the water- 
soluble polypeptide used. For example, the sus- 
tained-release preparation of the present invention is 
effective in the treatment or prevention of viral hepa- 
titis (e.g., hepatitis C, HBe antigen positive chronic 
active hepatitis B), cancers (e.g., renal cancer and 
multiple myeloma) when the water-soluble polypep- 
tide is interferon alpha, anemia (e.g.. anemia during 
renal dialysis) when the water-soluble polypeptide is 
erythropoietin, neutropenia (e.g., during anticancer 
agent therapy) and infectious diseases when the wa- 
ter-soluble polypeptide is G-CSF, cancers (e.g., he- 
mangioendothelioma) when the water-soluble poly- 
peptide is IL-2, digestive ulcers when the water-solu- 
ble polypeptide is FGF. thrombocytopenia when the 
water-soluble polypeptide is FGF-9, senile dementia 
and neuropathy when the water-soluble polypeptide 
is NGF, thrombosis etc. when the water-soluble poly- 
peptide is TPA, diabetes mellitus when the water- 
soluble polypeptide is insulin, and cancers when the 
water-soluble polypeptide is tumor necrosis factor. 

Depending on the type and content of the water- 
soluble polypeptide, duration of water-soluble poly- 
peptide release, target disease, subject animal and 
other factors, the dose of the sustained-release prep- 
aration may be set at levels such that the water-solu- 
ble polypeptide exhibits its pharmacologic action. 
The dose per administration of the water-soluble 
polypeptide is chosen as appropriate over the range 
from about 0.0001 mg to 10 mg/kg body weight for 
each adult, when the preparation is a 1-week prepa- 
ration. More preferably, the dose may be chosen as 
appropriate over the range from about 0.0005 mg to 
1 mg/kg body weight. 

The dose per administration of the sustained-re- 
lease preparation is chosen as appropriate over the 
range from about 0.0005 mg to 50 mg/kg body weight 
for each adult More preferably, the dose may be 
chosen as appropriate over the range from about 
0.0025 mg to 10 mg/kg body weight Dosing frequen- 
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cy can be chosen as appropriate, e.g., nee weekly or 
once every two weeks, depending on type, content 
and dosage form of the water-soluble polypeptide, 
duration of water-soluble polypeptide release, subject 
disease, subject animal and other factors. 5 

Although the preparation of the present invention 
may be stored at normal temperatures or cold places, 
it is preferable to store it at a cold place. Normal terrv 
peratures and cold places mentioned herein are as 
defined by the Pharmacopoeia of Japan, specifically, w 
15 to 25°C for normal temperatures and under 15°C 
for cold places. 

The present invention is hereinafter described in 
more detail by means of the following working exam- 
ples and comparative examples, which are not to be is 
construed as limitative. Figures in the % unit are per- 
cent weight/volume ratios, unless otherwise stated. 



Example 1 
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2.0 g of a lactic acid-glycotic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,400, GPC number-aver- 
age molecular weight 2,900, number-average molec- 
ular weight by end-group determination 2,200, pro- 25 
duced by Wako Pure Chemical) was dissolved in 5.3 
g (4 ml) of dichloromethane. After 1 ml of physiologi- 
cal saline for injection, as an internal aqueous phase, 
was added, the mixture was stirred for about 30 sec- 
onds using a homogenizer (Polytron). This solution 30 
was poured into 500 ml of a 0.1% (w/w) aqueous sol- 
ution of polyvinyl alcohol (EG-40, produced by The 
Nippon Synthetic Chemical Industry, Co., Ltd.), pre- 
viously adjusted to 18°C, followed by stirring in a tur- 
bine homomixer at 4,000 rpm to yield a w/o/w emul- 35 
sion, that was then stirred at room temperature for 5 
hours to volatilize the dichloromethane and solidify 
the oil phase, that was then collected via centrifuga- 
tion at 2,000 rpm using a centrifuge (05PR-22, Hita- 
chi, Ltd.). The precipitate was again dispersed in dis- 40 
tilled water and centrifuged. After the collected lactic 
acid-glycolic acid copolymer matrix was re-dispersed 
in a small amount of distilled water, the dispersion 
was lyophilized to yield a powder. 

1.08 x 109 id (international Unit) of interferon al- 45 
pha (containing about 25 mg of human serum albu- 
min) weighed in a polyethylene test tube was dis- 
solved in 200 nl of distilled water. To this solution, 200 
mg of the above biodegradable matrix was added. Af- 
ter being tightly sealed, the mixture was kept standing 50 
at 4 to 8°C in a refrigerator for about 4 days. After this 
operation, 5 ml of distilled water was added, followed 
by gentle stirring for about 1 minute and subsequent 
centrifugation at about 2,000 rpm for 5 minutes and 
supernatant discarding. This series of operations was 55 
repeated for 3 cycles for washing. To the resulting mi- 
crocapsules, 44 mg of D-mannitol was added and 2 
ml of distilled water was added, followed by gentle 

12 



stirring, to yield a dispersion that was then vacuum 
dried at 40°C for 6 hours. 

Example 2 

A lactic acid-glycolic acid copolymer matrix was 
obtained as a powder in the same manner as in Ex- 
ample 1. 

1.08 x 109 IU of interferon alpha (containing about 
25 mg of human serum albumin) weighed in a poly- 
ethylene test tube was dissolved in 200 ul of distilled 
water. To this solution, 200 mg of the above biode- 
gradable matrix was added. After being tightly 
sealed, the mixture was kept standing at 4 to 8°C in 
a refrigerator for about 30 hours. After this operation 
5 ml of distilled water was added, followed by gentle 
stirring for about 1 minute and subsequent centrifu- 
gation at about 1 ,000 rpm for 5 minutes; the superna- 
tant was then discarded. This series of operations 
was repeated for 3 cycles for washing. To the resulting 
microcapsules, 1 ml of a 0.1% aqueous solution of so- 
dium hyaluronate (molecular weight 1,800,000) was 
added, followed by gentle stirring, to yield a disper- 
sion that was then lyophilized for 16 hours. 

Example 3 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,900, GPC number-aver- 
age molecular weight 2.600, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 4 g of calcium carbonate was added, the 
solution was stirred for about 30 seconds using a vor- 
tex mixer, to yield an s/o emulsion. This emulsion was 
poured into 800 ml of a 0.1% (w/w) aqueous solution 
of polyvinyl alcohol (EG-40, produced by The Nippon 
Synthetic Chemical Industry, Co., Ltd.), previously 
adjusted to 18°C. followed by stirring in a turbine 
homomixer at 6,000 rpm to yield an s/o/w emulsion, 
which was then stirred at room temperature for 5 
hours to volatilize the dichloromethane and solidify 
the oil phase. Then 1 0 ml of 1 N hydrochloric acid was 
added to remove the excess amount of calcium car- 
bonate. After centrifugation at about 2.000 rpm 
(05PR-22. Hitachi, Ltd.). the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrifuged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

4 mg (8 x 10a iu) of freeze-dried interferon aJpha 
was weighed in a glass test tube and dissolved in 2 
ml of 10 mM hydrochloric acid solution. To this solu- 
tion, 50 mg of the above biodegradable matrix was 
added, followed by rotary mixing at 4°C on a Low-Pro- 
file Roller (produced by Life Science) for about 1 day. 
After this operation. 4 ml of distilled water was added. 
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followed by gentle stirring for about 1 minute and sub- 
sequent centrifugation at about 1.000 rpm for 5 min- 
utes; the supernatant was then discarded. This series 
of operations were repeated for 2 cycles for washing. 
The resulting dispersion was freeze-dried to yield mi- s 
crocapsules (about 48 mg). 

To determine the interferon alpha content in the 
obtained microcapsules, the microcapsules were ex- 
tracted with a 25% solution of Block Ace (Snow Brand 
Milk Products Co., Ltd.) (blocking agent for immuno- 10 
logical experiments) containing 10% acetonitrile and 
then subjected to EIA (enzyme immunoassay). Inter- 
feron alpha was contained in the microcapsules at 
5,700,000 IU per mg microcapsule. 

15 

Example 4 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,100, GPC number-aver- 20 
age molecular weight 2,570, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.4 g of zinc acetate (dihydrate) was add- 
ed, the solution was shaken for 2 hours and then stir- 
red for about 30 seconds using a homogenizer (Poly- 25 
tron), to yield an s/o emulsion. This emulsion was 
poured into 800 ml of a 0.1% (w/w) aqueous solution 
of polyvinyl alcohol (EG-40, produced by The Nippon 
Synthetic Chemical Industry, Co., Ltd.), previously 
adjusted to 1 8°C, followed by stirring in a turbine horn- 30 
omixer at 6,000 rpm to yield an s/o/w emulsion, that 
was then stirred at room temperature for 5 hours to 
volatilize the dichloromethane and solidify the oil 
phase. After centrifugation at about 2,000 rpm 
(05PR-22, Hitachi, Ltd.), the supernatant was dis- 35 
carded. The residue was again dispersed in distilled 
water and centrifuged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). ^ 

6 mg (about 1.2 x 10 9 IU) of freeze-dried interfer- 
on alpha was weighed in a glass test tube and dis- 
solved in 3 ml of 0.5 mM hydrochloric acid solution. To 
this solution. 300 mg of the above biodegradable ma- 
trix was added, followed by rotary mixing at 4°C on a 45 
Low-Profile Roller (produced by Life Science) for 
about 1 day. After this operation, 1 0 ml of a 5% aqu- 
eous solution of mannitol was added, followed by gen- 
tle stirring for about 1 minute and subsequent centri- 
fugation at about 2,000 rpm for 5 minutes; the super- 50 
natant was then discarded. This series of operations 
was repeated for 3 cycles for washing. To the resulting 
microcapsules, 30 mg of D-mannitol and 0.5 ml of dis- 
tilled water were added, followed by gentle stirring, to 
yield a suspension that was then freeze-dried to yield 55 
microcapsules (about 310 mg). 

To determine the interferon alpha content in the 
obtained microcapsules, the microcapsules were ex- 



tracted with a 25% solution of Block Ace (Snow Brand 
Milk Products Co., Ltd.) (blocking agent for immuno- 
logical experiments) containing 10% acetonitrile and 
then subjected "to enzyme immunoassay (sandwich 
technique using an interferon antibody, hereinafter 
abbreviated EIA). Interferon alpha was contained in 
the microcapsules at 2,300,000 IU per mg microcap- 
sule. 

Example 5 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,900. GPC number-aver- 
age molecular weight 2,600, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 1 ml of an aqueous solution containing 
800 mg of zinc acetate (dihydrate) was added, the sol- 
ution was stirred forabout 30 seconds using a homog- 
enizer (Polytron), to yield a w/o emulsion. This emul- 
sion was poured into 800 ml of a 0.1% (w/w) aqueous 
solution of polyvinyl alcohol (EG-40, produced by The 
Nippon Synthetic Chemical Industry, Co., Ltd.), pre- 
viously adjusted to 18°C, followed by stirring in a tur- 
bine homomixer at 6,000 rpm to yield a w/o/w emul- 
sion, which was then stirred at room temperature for 
5 hours to volatilize the dichloromethane and solidify 
the oil phase. After centrifugation at about 2,000 rpm 
(05PR-22, Hitachi, Ltd.), the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrifuged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

6 mg (about 1.2 x 109 iu) of freeze-dried interfer- 
on alpha was weighed in a glass test tube and dis- 
solved in 3 ml of 0.5 mM hydrochloric acid solution. To 
this solution, 300 mg of the above biodegradable ma- 
trix was added, followed by rotary mixing at 10°C on 
a Low-Profile Roller (produced by Life Science) for 
about 1 day. After this operation, 10 ml of a 5% aqu- 
eous solution of mannitol was added, followed by gen- 
tle stirring for about 1 hour and subsequent centrifu- 
gation at about 1 ,000 rpm for 5 minutes; the superna- 
tant was then discarded. This series of operations 
was repeated for 2 cycles for washing. The resulting 
microcapsules were freeze-dried. 

To determine the interferon alpha content in the 
obtained microcapsules, the microcapsules were ex- 
tracted with a 25% solution of Block Ace (Snow Brand 
Milk Products Co.. Ltd.) (blocking agent for immuno- 
logical experiments) containing 10% acetonitrile and 
then subjected to EIA. Interferon alpha was contained 
in the microcapsules at 780,000 IU per mg microcap- 
sule. 
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Example 6 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,900, GPC number-aver- 5 
age molecular weight 2,600, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.4 g of calcium acetate (monohydrate) 
was added, the solution was stirred for about 30 sec- 
onds using a homogenizer (Polytron). to yield an s/o 10 
emulsion. This emulsion was poured into 800 ml of a 
0.1 % (w/w) aqueous solution of polyvinyl alcohol (EG- 
40, produced by The Nippon Synthetic Chemical In- 
dustry, Co., Ltd.). previously adjusted to 18°C, fol- 
lowed by stirring in a turbine homomixer at 6,000 rpm 15 
to yield an s/o/w emulsion, which was then stirred at 
room temperature for 5 hours to volatilize the di- 
chloromethane and solidify the oil phase. After cen- 
trifugation at about 2,000 rpm (05PR-22, Hitachi, 
Ltd.), the supernatant was discarded. The residue 20 
was again dispersed in distilled water and centrif- 
uged. After the collected biodegradable matrix was 
re-dispersed in a small amount of distilled water, the 
dispersion was freeze-dried to yield a powder (about 
2.0 g). 

25 

4 mg (8 x 10« IU) of freeze-dried interferon alpha 
was weighed in a glass test tube and dissolved in 2 
ml of 1 mlvt hydrochloric acid solution. To this solution, 
50 mg of the above biodegradable matrix was added, 
followed by rotary mixing at 4°C on a Low-Profile Roll- 30 
er (produced by Life Science) for about 1 day. After 
this operation, 4 ml of distilled water was added, fol- 
lowed by gentle stirring for about 1 minute and sub- 
sequent centrifugation at about 1,000 rpm for 5 min- 
utes; the supernatant was then discarded. This series 35 
of operations were repeated for 2 cycles for washing. 
The resulting dispersion was freeze-dried to yield mi- 
crocapsules (about 48 mg). 

To determine the interferon alpha content in the 
obtained microcapsules, the microcapsules were ex- 40 
traded with a 25% solution of Block Ace (Snow Brand 
M.lk Products Co., Ltd.) (blocking agent for immuno- 
logical experiments) containing 10% acetonitrile and 
then subjected to EIA. Interferon alpha was contained 
in the microcapsules at 9.400.000 IU per mg micro- 45 
capsule. 

Example 7 



4.0 g of a lactic acid-glycolic acid copolymer (lac- 50 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,100. GPC number-aver- 
age molecular weight 2,570, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.4 g of zinc acetate (dihydrate) was add- 55 
ed, the solution was shaken for 2 hours and then stir- 
red for about 30 seconds using a homogenizer (Poly- 
tron), to yield an s/o mulsion. This emulsion was 
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poured into 800 ml of a 0.1% (w/w) aqueous solution 
of polyvinyl alcohol (EG-40. produced by The Nippon 
Synthetic Chemical Industry. Co., Ltd.) previously ad- 
justed to 18°C, followed by stirring in a turbine hom- 
om.xer at 6,000 rpm to yield an s/o/w emulsion which 
was then stirred at room temperature for 5 hours to 
volatilize the dichloromethane and solidify the oil 
phase. After centrifugation at about 2,000 rem 
(05PR-22. Hitachi, Ltd.). the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrifuged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

50 mg of the biodegradable matrix was weighed 
in a glass test tube. After a 2 mg/ml interferon alpha 
solution (about 4.0 x Ifjs (U)i previously adjusted to 
appropriate pH with hydrochloric acid or sodium hy- 
droxide (four pH levels of about 2. 4. 5 and 8) was add- 
ed, the mixture was subjected to rotary mixing at4°C 
for 24 hours, to permit the interferon alpha to perme- 
ate the biodegradable matrix. After centrifugation at 
about 1,000 rpm and supernatant removal, the resi- 
due was twice washed with 4 ml of distilled water fol- 
lowed by addition of 0.5 ml of distilled water 'and 
freeze-drying. 

Example 8 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by rnol%, GPC weight- 
average molecular weight 5,900, GPC number-aver- 
age molecular weight 2,600. produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.4 g of calcium acetate (monohydrate) 
was added, the solution was stirred for about 30 sec- 
onds using a homogenizer (Polytron), to yield an s/o 
emulsion. This emulsion was poured into 800 ml of a 
0.1 % (w/w) aqueous solution of polyvinyl alcohol (EG- 
40, produced by The Nippon Synthetic Chemical In- 
dustry, Co.. Ltd.). previously adjusted to 18°C fol- 
lowed by stirring in a turbine homomixer at 6.000 rpm 
to yield an s/o/w emulsion, which was then stirred at 
room temperature for 5 hours to volatilize the di- 
chloromethane and solidify the oil phase. After cen- 
trifugation at about 2.000 rpm (05PR-22. Hitachi. 
Ltd.). the supernatant was discarded. The residue 
was again dispersed in distilled water and centrif- 
uged. After the collected biodegradable matrix was 
re-dispersed in a small amount of distilled water, the 
dispersion was freeze-dried to yield a powder (about 
4.0 g). 

Next, interferon alpha was permitted to permeate 
into the biodegradable matrix at various pH levels, fol- 
lowed by freeze-drying, in the same manner as in Ex- 
ample 7. 
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Example 9 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC w ight- 
average molecular weight 5,100. GPC number-aver- 
age molecular weight 2,570, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.2 g of sodium acetate (trihydrate) was 
added, the solution was shaken for 2 hours and then 
stirred for about 30 seconds using a homogenizer 
(Polytron), to yield an s/o emulsion. This emulsion 
was poured into 800 ml of a 0.1% (w/w) aqueous sol- 
ution of polyvinyl alcohol (EG-40, produced by The 
Nippon Synthetic Chemical Industry, Co., Ltd.), pre- 
viously adjusted to 18°C. followed by stirring in a tur- 
bine homomixer at 6,000 rpm to yield an s/o/w emul- 
sion, which was then stirred at room temperature for 
5 hours to volatilize the dichloromethane and solidify 
the oil phase. After centrif ugation at about 2,000 rpm 
(05PR-22, Hitachi, Ltd.), the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrif uged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

Next, interferon alpha was permitted to permeate 
into the biodegradable matrix at various pH levels, fol- 
lowed by freeze-drying, in the same manner as in Ex- 
ample 7. 

Example 10 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,100, GPC number-aver- 
age molecular weight 2,570, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.4 g of zinc acetate (dihydrate) was add- 
ed, the solution was shaken for 2 hours and then stir- 
red for about 30 seconds using a homogenizer (Poly- 
tron), to yield an s/o emulsion. This emulsion was 
poured into 800 ml of a 0.1% (w/w) aqueous solution 
of polyvinyl alcohol (EG-40, produced by The Nippon 
Synthetic Chemical Industry, Co., Ltd.), previously 
adjusted to 1 8°C, followed by stirring in a turbine hom- 
omixer at 6,000 rpm to yield an s/o/w emulsion, which 
was then stirred at room temperature for 5 hours to 
volatilize the dichloromethane and solidify the oil 
phase. After centrifugation at about 2,000 rpm 
(05PR-22, Hitachi, Ltd.), the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrif uged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

2 ml of an aqueous solution containing interleukin 
2 (20 u.g) was taken in a glass test tube. After 300 mg 
of the above biodegradable matrix was added, th 



mixture was subjected to rotary mixing at 4°C for 
about 5 hours on a Low-Profile Roller (produced by 
Life Science). The interleukin 2 was produced by th 
method described in Japanese Patent Unexamined 

5 Publication No. 78799/1986 and purified by the meth- 
od described in Japanese Patent Unexamined Public- 
ation No. 115528/1985. The interleukin 2 was a mix- 
ture of one with methionine bound to the N-terminal, 
and the other withoutmethionine. After this operation, 

10 1 0 ml of a 5% aqueous solution of mannitol was add- 
ed, followed by gentle stirring for about 1 minute and 
subsequent centrifugation at about 2,000 rpm for 5 
minutes; the supernatant was then discarded. This 
series of operations was repeated in 3 cycles for 

15 washing. To the obtained microcapsules, 30 mg of D- 
mannitol was added; the mixture was dissolved in 0.5 
ml of distilled water, followed by gentle stirring. The 
resulting suspension was freeze-dried. 

20 Example 1 1 

5.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,800, GPC number-aver- 
25 age molecular weight 2,805, produced by Wako Pure 
Chemical) and 782 mg of zinc benzoate were added 
to 6.625 g (5 ml) of dichloromethane, and shaken for 
3 hours at room temperature to yield an s/o emulsion. 
This emulsion was poured into 1,000 ml of a 0.1% 
30 (w/w) aqueous solution of polyvinyl alcohol (EG-40, 
produced by The Nippon Synthetic Chemical Indus- 
try, Co., Ltd.), previously adjusted to 18°C, followed 
by stirring in a turbine homomixer at 6,000 rpm to yield 
an s/o/w emulsion, that was then stirred at room tem- 
35 perature for 5 hours to volatilize the dichloromethane 
and solidify the oil phase. After centrifugation at 
about 2,000 rpm (05PR-22, Hitachi, Ltd.), the super- 
natant was discarded. The residue was again dis- 
persed in distilled water and centrifuged. After the 
40 collected biodegradable matrix was re-dispersed in a 
small amount of distilled water, the dispersion was 
freeze-dried to yield a powder (about 2.0 g). 

2 mg (about 1.7 x 108 IU) of freeze-dried interfer- 
on alpha was weighed in a glass test tube and dis- 
45 solved in 3 ml of 0.5 mM hydrochloric acid solution. To 
this solution. 302 mg of the above biodegradable ma- 
trix was added, followed by rotary mixing at 15°C on 
a Low-Profile Roller (produced by Life Science) for 
about 5 hours. After this operation, 10 ml of a 5% aqu- 
so eous solution of mannitol was added, followed by gen- 
tle stirring for about 1 minute and subsequent centri- 
fugation at about 2,000 rpm for 5 minutes; the super- 
natant was then discarded. This series of operations 
was repeated for 3 cycles for washing. To the resulting 
55 microcapsules. 30 mg of D-mannitol and 0.5 ml of dis- 
tilled water were added, followed by gentle stirring, to 
yield a suspension that was then f re ze-dried to yield 
microcapsules (about 310 mg). 

15 
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To determin the interferon alpha content in the 
obtained microcapsules, the microcapsules were ex- 
tracted with a 25% solution of Block Ace (Snow Brand 
Milk Products Co., Ltd.) (blocking agent for immuno- 
logical experiments) containing 10% acetonitrile and 
then subjected to EIA. Interferon alpha was contained 
in the microcapsules at 3,610,000 IU per mg micro- 
capsule. 

Example 12 



10 
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A lactic acid-glycolic acid copolymer matrix was 
obtained as a powder in the same manner as in Ex- 
ample 11 except that 995 mg of zinc salycylate was 
substituted for the zinc benzoate. And then microcap- is 
sules were obtained in the same manner as in Exam- 
ple 11 except that 304 mg of the matrix was used. 

Interferon alpha was contained in the microcap- 
sules at 1.930,000 IU per mg microcapsules. 

20 

Comparative Example 1 

2 mg of f reeze-dried powder interferon alpha was 
dissolved in 2 ml of a phosphate-buffered saline con- 
taining 0.5% bovine albumin (1 75,000,000 lU/ml con- 25 
centration as determined by EIA). 



Comparative Example 2 

4.0 g of a lactic acid-glycol ic acid copolymer (lac- 
tic acid/glycolrc acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,900, GPC number-aver- 
age molecular weight 2,600, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After addition of 0.5 ml of an aqueous solution 
of zinc chloride, previously adjusted to a concentra- 
tion of 2 g/ml, the solution was stirred for about 30 
seconds, via homogenizer (Polytron) to yield a w/o 
emulsion. This emulsion was poured into 800 ml of a 
0.1 % (w/w) aqueous solution of polyvinyl alcohol (EG- 
40, produced by The Nippon Synthetic Chemical In- 
dustry, Co., Ltd.), previously adjusted to 18°C, fol- 
lowed by stirring in a turbine homomixer at 6,000 rpm 
to yield a w/o/w emulsion, which was then stirred at 
room temperature for 5 hours to volatilize the di- 
chloromethane and solidify the oil phase. After cen- 
trifugation at about 2,000 rpm (05PR-22, Hitachi, 
Ltd.), the supernatant was discarded. The residue 
was again dispersed in distilled water and centrif- 
uged. After the collected biodegradable matrix was 
re-dispersed in a small amount of distilled water, the 
dispersion was freeze r dried to yield a powder (about 
2.0 g). 

Next interferon alpha was permitted to permeate 
into the biodegradable matrix at various pH levels, fol- 
lowed by f reeze-drying, in the same manner as in Ex- 
ample 7. 
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Comparative Example 3 

4.0 g of a lactic acid-glycolic acid copolymer (lac- 
tic acid/glycolic acid = 50/50 by mol%, GPC weight- 
average molecular weight 5,900, GPC number-aver- 
age molecular weight 2,600, produced by Wako Pure 
Chemical) was dissolved in 5.3 g (4 ml) of dichlorome- 
thane. After 0.2 g of zinc carbonate was added, the 
solution was stirred for about 30 seconds using a vor- 
tex mixer, to yield an s/o emulsion. This emulsion was 
poured into 800 ml of a 0.1% (w/w) aqueous solution 
of polyvinyl alcohol (EG-40, produced by The Nippon 
Synthetic Chemical Industry, Co., Ltd.), previously 
adjusted to 18°C, followed by stirring in a turbine 
homomixer at 6,000 rpm to yield an s/o/w emulsion, 
which was then stirred at room temperature for 5 
hours to volatilize the dichloromethane and solidify 
the oil phase. After centrif ugation at about 2.000 rpm 
(05PR-22, Hitachi, Ltd.). the supernatant was dis- 
carded. The residue was again dispersed in distilled 
water and centrif uged. After the collected biodegrad- 
able matrix was re-dispersed in a small amount of dis- 
tilled water, the dispersion was freeze-dried to yield 
a powder (about 2.0 g). 

Next, interferon alpha was permitted to permeate 
into the biodegradable matrix at various pH levels, fol- 
lowed by f reeze-drying, in the same manner as in Ex- 
ample 7. 

Experimental Example 1 



About 40 mg of microcapsules as obtained in Ex- 
ample 1 were dispersed in 0.5 ml of a dispersant (dis- 
tilled water containing 2.5 mg of carboxymethyl cellu- 

35 lose, 0.5 mg of polysorbate 80 and 25 mg of mannitol, 
all dissolved therein) to yield an injectable preparation 
that was subcutaneously administered to the back of 
8-week-old male SD rats using a 22-gauge needle 
(microcapsule dose 133 mg/kg). After administration, 

40 blood was collected via the tail at constant intervals 
and assayed for serum interferon alpha concentra- 
tion by enzyme immunoassay (EIA). Almost constant 
blood concentration was sustained for 1 week. 

45 Experimental Example 2 

About 30 mg of microcapsules as obtained in Ex- 
ample 2 was administered to rats in the same manner 
as in Experimental Example 1, and serum interferon 
50 alpha concentrations were determined by enzyme 
immunoassay (EIA). Almost constant blood concen- 
tration was sustained for 1 week. 



Experimental Example 3 

About 22 mg of microcapsules as obtained in Ex- 
ample 4 and about 64 mg of microcapsules as ob- 
tained in Example 5 were each disp rsed in 0.5 ml of 
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a dispersant (5 g of carboxymethyl cellulose. 2 g of 
polysorbate 80 (surfactant) and 25 g of mannitol, all 
dissolved in 1 liter of distilled water) to yield an inject- 
able preparation that was subcutaneously adminis- 
tered to the backs of 8-week-old male SD rats using 5 
an 18-gauge needle (interferon alpha administered at 
about 50.000.000 IU per rat). After administration, 
blood was collected via the tail at constant intervals 
and assayed for serum interferon alpha concentra- 
tion by EIA For control, an aqueous solution of inter- 10 
feron alpha as obtained in Comparative Example 1 
was subcutaneously administered to rats (interferon 
alpha administered at about 50.000,000 IU per rat). In 
the group dosed with the microcapsules of Compara- 
tive Example 1, the serum interferon level fell to the 15 
detection limit by 3 days after administration. In the 
groups dosed with the microcapsules of Example 4 or 
5. an initial high blood concentration was followed by 
almost constant blood concentrations sustained for 1 
week. 2Q 

Experimental Example 4 

The effects of interferon alpha solution pH and 
various zinc salts on the efficiency of interferon alpha 25 
permeation in the biodegradable matrix (interferon 
content in the microcapsules) were examined as fol- 
lows. 

Microcapsules as obtained in Example 7 (zinc 
acetate). Comparative Example 2 (zinc chloride) and 30 
Comparative Example 3 (zinc carbonate) were each 
extracted with a 25% solution of Block Ace containing 
10% acetonitrile and then subjected to EIA to deter- 
mine the interferon alpha content. As shown in Figure 
1, interferon alpha permeation efficiency was high 35 
with pH conditions under which interferon alpha is rel- 
atively physically stable, when zinc acetate was used. 



Experimental Example 5 



[Effect of the invention] 



40 



The effects of interferon alpha solution pH and 
calcium acetate salt on the efficiency of interferon al- 
pha permeation into the biodegradable matrix (inter- 
feron content in the microcapsules) were examined in 
the same manner as in Experimental Example 3. As 45 
shown in Figure 2, interferon alpha permeation effi- 
ciency was high with such pH conditions under which 
interferon alpha is relatively physically stable. 



50 



According to the production method of the pres- 
ent invention, it is possible to permeate a biodegrad- 
able matrix with a water-soluble polypeptide without 
bringing the water-soluble polypeptide into contact 55 
with an organic solvent, and to prepare the water- 
soluble polypeptide as a pharmaceutical preparation 
without affecting the water-soluble polypeptid bioac- 
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tivity. Also, use of a metal salt of an aliphatic carbox- 
ylic acid makes it possible to efficiently permeate a 
biodegradable matrix with a water-soluble polypep- 
tide. The sustained-release preparation of the pres- 
ent invention exhibits an excellent sustained-release 
property over several days to one month (e.g.. about 
1 to 2 weeks) when used as an injection. 

Brief Description of the Drawings 

Figure 1 shows the relation between interferon 
solution pH and various zinc salts and the inter- 
feron content in the microcapsules, in which 
represents zinc acetate (Example 7), O zinc 
chloride (Comparative Example 2), and A zinc 
carbonate (Comparative Example 3). 
Figure 2 shows the relation between interferon 
solution pH and calcium acetate (Example 5) and 
interferon content in the microcapsules, 



Claims 



1. A method of producing a sustained-release prep- 
aration which comprises permitting a water-solu- 
ble polypeptide to permeate into a biodegradable 
matrix in an aqueous solution. 

2. The method according to claim 1, wherein the 
biodegradable matrix is produced by mixing a 
biodegradable polymerand a water-soluble metal 
salt of an aliphatic carboxylic acid. 

3. The method according to claim 2, wherein the ali- 
phatic carboxylic acid is an aliphatic monocar- 
boxylic acid. 

4. The method according to claim 2, wherein the wa- 
ter-soluble metal salt is a polyvalent metal salt. 

5. The method according to claim 1 , comprising the 
step of drying the biodegradable matrix after the 
water-soluble polypeptide has aqueously perme- 
ated into the biodegradable matrix. 

6. The method according to claim 5, wherein drying 
is freeze-drying. 

7. The method according to claim 1 , wherein the wa- 
ter-soluble polypeptide is a cytokine. 

8. The method according to claim 7, wherein the cy- 
tokine is an interferon. 

9. The m thod according to claim 1 , wherein the 
biodegradable matrix is in a fine particle form. 

10. The method according to claim 1, wher in the 
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biodegradable matrix is produced from a biode- 
gradable polymer. 

11. The method according to claim 10, wherein the 
biodegradable polymer is an aliphatic polyester. 

12. The method according to claim 11, wherein the 
aliphatic polyester is a copolymer derived from an 
ct-hydroxycarboxyiic acid. 

13. The method according to claim 12, wherein the 
copolymer is a lactic acid-glycolic acid copoly- 
mer. 7 

14. A sustained-release preparation, which is pro- 
duced by permitting a water-soluble polypeptide 
to permeate into a biodegradable matrix. 

15. A sustained-release preparation, which is pro- 
duced by mixing a biodegradable polymer and a 
water-soluble metal salt of an aliphatic carboxylic 
acid, and permitting a water-soluble polypeptide 
to permeate into the resulting biodegradable ma- 
trix. 

16. The sustained-release preparation as claimed in 
cla.m 14, wherein the preparation is for injection. 
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Figure 2 
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